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NARA RG104, Entry 1, Box 128 


[Table One:] 

1 

No. 98. 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 23, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1883. 
























































Denomination. Weight. Weight. Fineness. Fineness. 
Grains. Dec. Gold. Silver. 

SL. Dollar 411 34 Trace 900.1 
if 412 20 = 899.9 
“ 412 35 Jl 900. 
7 411 68 Trace 900.2 
= 413 28 = 899.8 
One Dollar 412 50 Jl 899.8 
Standard Dollar 412 65 Trace 900.8 
Half Dollar 
Quarter Dollar 
Dime 

W.P. Lawver 

Assayer. 
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[Table Two:] 

2 

No. 98. 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 23, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1883. 



























































Denomination. Weight. Weight. Fineness. Fineness. 
Grains. Dec. Gold. Silver. 
Dime 38 36 Trace 899.6 
March 6th 83 38 38 a 900. 
38 90 a 899.3 
38 A6 i. 898.9 
38 63 ‘i 898.9 
38 70 “i 899.8 
37 98 o 898.9 
38 98 “ 899.3 
38 AQ i 899.1 
38 50 ‘a 899.3 
Mixture 899.3 
W.P. Lawver 
Assayer. 
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[Table Three: ] 

3 

No. 98. 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 23, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1883. 



























































Denomination. Weight. Weight. Fineness. Fineness. 
Grains. Dec. Gold. Silver. 
Dime 38 Pa Trace 900.4 
March 13th 83 38 ae) a 900. 
38 Poul a 899.3 
38 98 i‘: 899.8 
38 a ‘i 900.7 
38 Al “i 900.7 
38 78 % 900.9 
38 38 “ 900.7 
38 83 i 900. 
38 08 ‘a 899.6 
Mixture 900.2 
W.P. Lawver 
Assayer. 
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[Table Four: ] 
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No. 98. 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 23, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1883. 



























































Denomination. Weight. Weight. Fineness. Fineness. 
Grains. Dec. Gold. Silver. 
Dime 38 A8 Trace 899.1 
March 22d 83 38 A3 a 899.6 
38 A2 a 899.1 
38 30 i. 899.6 
38 50 ‘i 899.1 
38 26 “i 899.1 
38 A6 % 900.4 
38 58 “ 900. 
38 23 i 899.3 
38 mf ‘a 899.1 
Mixture 899.6 
W.P. Lawver 
Assayer. 
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